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Applicant: 
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Filing Date: 
For: 



FOGUENNE et al 
unknown- filed concurrently 
Filed concurrently 
Soda-Lime Glass with Blue Hue 



Int'l. Application No: PCT/EP99/09849 
Int'l. Filing Date: 13 December 1999 
Attorney Docket: P 62984 US 0 



Assistant Commissioner for Patents 
Washington, D.C. 20231 

PRELIMINARY AMENDMENT 

Sir: 

Prior to assigning an Application Number, and prior to any action on the 
merits, please amend this application as follows: 



Page 1, prior to line 1, insert 

- - CROSS REFERENCE TO RELATED APPLICATIONS 
This application is based upon, and claims priority from International 
Application No., PCT/EP99/09849 filed 13 December 1999, and European 
Application No. 98124371.0 filed 22 December 1998, both of which are hereby 
incorporated by reference. 



BACKGROUND OF THE INVENTION - - 



Page 1, line 21, change "2" to - - two - - ; 
Page 3, after line 28, insert 

-- SUMMARY OF THE INVENTION - 



2 



Page 10, before line 1, insert 

- - DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS - - 



In the claims: 

Cancel claims 1-13 and replace them with the following new claims 14 
through 23, which are found on the attached sheets numbered 17-19. 



REMARKS 

The amendment to the specification is to put the application into U.S. form. 
New claims are presented prior to any action by the U.S. Patent and Trademark 
Office. 



Respectfully submitted 



June 




Arter & Hadden,LLP 
1801 K Street, N.W. 
Suite 400 K 

Washington, D.C. 20006 
(202) 775-7100 
Attorneys for Applicants 
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14 . A colored soda-lime glass of blue hue composed of glass- 

forming main constituents, comprising more than 2% of magnesium oxide 
and coloring agents, characterized in that it contains more than 1.1 wt% 
Fe203, less than 0.53 wt% FeO and less than 0.13 wt% manganese oxide, has a 
light transmission (TLA4) of between 15% and 70% and a selectivity (SE4) of 
greater than 1.2 and has a dominant wavelength (Xd) and an excitation purity 
(P) such that they lie in a CIE 1931 chromaticity plot within a triangle whose 
apices are defined by the point representing the illuminant C source and the 
points whose coordinates (Xo, P) are (490,19) and (476,49), respectively. 

15. The colored glass according to claim 14, having one or more of 
the following additional characteristics: (a) a dominant wavelength of less 
than 489 ran; (b) a purity (P) of greater than 12%; (c) a TUV4 of less than 10%; 
a redox value of less than 41%; (d) a selectivity (SE4) of greater than 1.6; (e) at 
least one coloring agent selected from the group consisting of Cr, Co, Se, Ce, 
V,Ti. 

16. The colored glass according to claim 14 characterized in that it 
has a dominant wavelength (Xd) and an excitation purity (P) such that they lie 
in a CIE 1931 chromaticity plot within a triangle whose apices are defined by 
the point representing the illuminant C source and the points whose 
coordinates (A, D/ P) are (490,19) and (480,38), respectively. 

17. The colored glass according to claim 14, characterized in that it 
comprises the following percentages by weight of coloring agents, the total 
amount of iron being expressed in the form of Fe2C>3: 

Fe 2 0 3 1.2 to 1.6% 
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FeO 




Co 


0.0030 to 0.0100% 


Cr203 


U to U.UZUU/o 


V2O5 


0 to 0.0500% 


Se 


0 to 0.0020% 


Ce0 2 


0 to 0.5% 


Ti0 2 


0 to 1.5%. 



18. The colored glass according to claim 17, characterized in that it 
comprises the following percentages by weight of coloring agents, the total 
amount of iron being expressed in the form of Fe2C>3: 

Fe 2 0 3 1.2 to 1.5% 

FeO 0.34 to 0.45% 

Co 0.0030 to 0.0100% 

Cr 2 0 3 0 to 0.0150% 

V 2 0 5 0 to 0.0400%. 

19. The colored glass according to claim 17, characterized in that it 
has the following optical properties: 

35% <TLA4<45% 
20% < TE4 < 30% 

TUV4 < 9% 

^ D > 483 ran 

P > 12%. 



20. The colored glass according to claim 18, characterized in that it 
has the following optical properties: 

35% < TLA4 < 45% 
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20% < TE4 < 30% 
TUV4 < 9% 
Ac > 483 ran 
P>12%. 

21. The colored glass according to claim 14, characterized in that it 
comprises the following percentages by weight of coloring agents, the total 
amount of iron being expressed in the form of Fe2C»3: 

Fe 2 C>3 1.3 to 1.8% 

FeO 0.30 to 0.50% 

Co 0.0160 to 0.0270% 

Cr 2 0 3 0 to 0.0200% 

V2O5 0 to 0.0500% 

Se 0 to 0.0040% 

Ce0 2 0 to 0.5%. 

22. The colored glass according to claim 21, characterized in that it 
has the following optical properties: 

16% < TLA4 < 24% 

12% < TE4 < 18% 

TUV4 < 5% 

476 nm < A.d < 483 nm 

P>18%. 



23. A window for an automobile formed of colored glass according 
to claim 14. 
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Soda-lime glass of blue hue 

The present invention relates to a colored soda-lime glass of blue hue, 
composed of glass-forming main constituents and of coloring agents. 

The expression "soda-lime glass" is used here in the wide sense and 
relates to any glass which contains the following constituents (in percentages by 
weight): 

Na 2 0 10 to 20% 

CaO 0 to 16% 

Si0 2 60 to 75% 

K,0 0 to 10% 

MgO 0 to 10% 

A1 2 0 3 0 to 5% 

BaO 0 to 2% 

BaO + CaO + MgO 10 to 20% 

+ Na 2 0 10 to 20%. 

This type of glass is very widely used in the field of glazing for buildings 
or automobiles, for example. It is usually manufactured in the form of a ribbon by the 
float process. Such a ribbon can be cut into sheets which can then be bent or can 
undergo a treatment to improve their mechanical properties, for example a thermal 
toughening step. 

It is generally necessary to relate the optical properties of a glass sheet 
to a standard illuminant. In the present description, 2 standard illuminants are used, 
namely illuminant C and illuminant A defined by the Commission Internationale de 
l'Eclairage (CLE.). Illuminant C represents average daylight having a color 
temperature of 6700 K. This illuminant is especially useful for evaluating the optical 
properties of glazing intended for buildings. Illuminant A represents the radiation of a 
Planck radiator with a temperature of about 2856 K. This illuminant describes the 
light emitted by car headlights and is essentially intended to evaluate the optical 
properties of windows intended for automobiles. The Commission Internationale de 
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l'Eclairage has also published a document entitled "Colorimetrie, Recommandations 
Officielles de la CLE. \Colorimetry and Official Recommendations of the CLE.}" 
(May 1970) which describes a theory in which the colorimetrie coordinates for light of 
each wavelength of the visible spectrum are defined so as to be able to be 
5 represented on a diagram having orthogonal axes x and y, called the CLE. 1931 
chromaticity plot. This chromaticity plot shows the locus representative of light of 
each wavelength (expressed in nanometers) of the visible spectrum. This locus is 
called the "spectrum locus" and light whose coordinates lie on this spectrum locus is 
said to have 100% excitation purity for the appropriate wavelength. The spectrum 
10 locus is closed by a line called the purple boundary which connects the points of the 
spectrum locus whose coordinates correspond to wavelengths of 380 nm (violet) and 
780 nm (red). The area lying between the spectrum locus and the purple boundary is 
that available for the chromaticity coordinates of any visible light. The coordinates of 
the light emitted by illuminant C, for example, correspond to x = 0.3101 and 
15 y = 0.3162. This point C is regarded as representing white light and consequently has 
an excitation purity equal to zero for any wavelength. Lines may be drawn from the 
point C to the spectrum locus at any desired wavelength and any point lying on these 
lines may be defined not only by its x and y coordinates but also as a function of the 
wavelength corresponding to the line on which it lies and on its distance from the 
20 point C relative to the total length of the wavelength line. Consequently, the color of 
the light transmitted by a colored glass sheet may be described by its dominant 
wavelength and its excitation purity expressed as a percentage. 

The CLE. coordinates of light transmitted by a colored glass sheet will 
depend not only on the composition of the glass but also on its thickness. In the 
25 present description, and in the claims, all the values of the excitation purity P and of 
the dominant wavelength X 0 of the transmitted light are calculated from the spectral 
specific internal transmissions (SIT J of a glass sheet 5 mm in thickness. The spectral 
specific internal transmission of a glass sheet is governed solely by the absorption of 
the glass and can be expressed by the Beer-Lambert law: 
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S0\ = e' E ' h;i where A x is the absorption coefficient (in cm" 1 ) of the 
glass at the wavelength in question and E is the thickness (in cm) of the glass. To a 
first approximation, SIT X may also be represented by the formula: 
(Is + R^-RJ 

5 where Ij is the intensity of the visible light incident on a first face of the 

glass sheet, R 2 is the intensity of the visible light reflected by this face, I 3 is the intensity 
of the visible light transmitted from the second face of the glass sheet and R 2 is the 
intensity of the visible light reflected by this second face toward the interior of the 
sheet. 

10 In the description which follows and in the claims, the following are also 

used: 

- for illuminant A, the total light transmission (TLA) measured for a 
thickness of 4 mm (TLA4). This total transmission is the result of the integration 
between the 380 and 780 nm wavelengths of the expression: 2 T x .E x .S x fZ E X .S X in 

15 which T^ is the transmission at the wavelength X, E x is the spectral distribution of 
illuminant A and is the sensitivity of the normal human eye as a function of the 
wavelength X; 

- the total energy transmission (TE) measured for a thickness of 4 mm 
(TE4). This total transmission is the result of the integration between the 300 and 

20 2500 nm wavelengths of the expression: HT X .E X /IE X in which E^ is the spectral energy 
distribution of the sun at 30° above the horizon; 

- the selectivity (SE) measured as the ratio of the total light transmission 
for illuminant A to the total energy transmission (TLA/TE); 

- the total transmission in the ultraviolet, measured for a thickness of 
25 4 mm (TUV4). This total transmission is the result of the integration between 280 and 

380 nm of the expression: ZT V U,/ZU X in which U x is the spectral distribution of the 
ultraviolet radiation that has passed through the atmosphere, defined in the 
DIN 67507 standard. 

The present invention relates in particular to selective glasses of blue 
30 hue. These glasses may be used in architectural applications and as windows for 



railway carriages and motor vehicles. In architectural applications, glass sheets 4 to 6 
mm in thickness are generally used, whereas in the automobile field thicknesses of 1 
to 5 mm are commonly employed, in particular for the production of side windows 
and sunroofs. 

The invention consists of a colored soda-lime glass of blue hue 
composed of glass-forming main constituents, including more than 2% of magnesium 
oxide and coloring agents, characterized in that it contains more than 1.1 wt% Fe 2 0 3 , 
less than 0.53 wt% FeO and less than 0.13 wt% manganese oxide, has a light 
transmission (TLA4) of between 15% and 70% and a selectivity (SE4) of greater than 
1.2 and has a dominant wavelength (X D ) and an excitation purity (P) such that they 
lie in a CIE 1931 chromaticity plot within a triangle whose apices are defined by the 
point representing the illuminant C source and the points whose coordinates {X D , P) 
are (490,19) and (476,49), respectively. 

The combination of these optical properties is particularly 
advantageous in that it offers a particularly esthetic color hue, while ensuring sufficient 
light transmission through the glass and a high selectivity which makes it possible to 
limit the internal heating of the volumes bounded by windows according to the 
invention. 

It is desirable for the main constituents which form the glass according 
to the invention to comprise an MgO concentration of greater than 2% since this 
compound favors the fusion of said constituents. 

As regards iron, this is present in most commercially available glasses 
either as an impurity or introduced deliberately as a coloring agent. The presence of 
Fe 3+ gives the glass a slight absorption of visible light of short wavelength (410 and 
440 nm) and a very strong absorption band in the ultraviolet (absorption band 
centered on 380 nm), whereas the presence of Fe 2+ ions causes a strong absorption 
in the infrared (absorption band centered on 1050 nm). Consequently, as the Fe 2+ 
concentration increases, the TE value decreases, thereby increasing the SE value. 
Moreover, the ferric ions give the glass a slight yellow coloration, whereas the ferrous 
ions give a more pronounced blue-green coloration. The high Fe 2 0 3 content of the 
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glass according to the invention therefore makes it very impervious to ultraviolet 
radiation and its low FeO content means that the glass can be produced by means of 
a conventional furnace, which may be of large capacity since its limited absorption of 
infrared radiation is not an obstacle to the diffusion of heat in such a furnace. Now, it 
5 is more economic to use this type of furnace than the small electric furnaces normally 
used in the manufacture of highly selective glasses. In such cases in fact, the high FeO 
contents make the glass difficult to melt, and usually require the use of low-capacity 
electric furnaces. 

With the purpose of obtaining a high selectivity, the glass according to 
10 the invention also contains less than 0.13% Mn0 2 as this agent, owing to its oxidizing 
role, is unfavorable to selectivity. 

Preferably, the colored glass according to the invention has a dominant 
wavelength (^ D ) and an excitation purity (P) such that they lie in a CIE 1931 
chromaticity plot within a triangle whose apices are defined by the point representing 
15 the illuminant C source and the points whose coordinates ({X D , P) are (490,19) and 
(480,38), respectively. This corresponds to colorations considered to be particularly 
attractive. 

Even more preferably, the glass according to the invention has a 
dominant wavelength of less than 489 nm and/or a purity of greater than 12%, which 
20 corresponds to particularly desirable colors. 

Also preferably, the glass according to the invention has a TUV4 of less 
than 10%. Such a value makes it possible to avoid any discoloration of objects lying 
within a volume bounded by a surface glazed by glass according to the invention. 
This property is particularly advantageous in the automobile sector. A low ultraviolet 
25 transmission in fact prevents aging and discoloration of vehicle interior linings 
constantly exposed to the action of sunlight. 

It is desirable for the glass according to the invention to have a redox 
value (Fe 2 7Fe tot J of less than 41%. Such values make the glass particularly easy to 
melt in conventional glass furnaces. 



Preferably, the glass according to the invention contains, as coloring 
agent, at least one of the elements chromium, cobalt, cerium, titanium, selenium and 
vanadium. The use of these elements makes it possible to adjust the optical properties 
of the glass in an optimum fashion and contributes to obtaining a highly selective 
5 glass. 

It is possible to produce a glass having a color similar to that of the glass 
according to the invention using nickel as the main coloring agent. However, the 
presence of nickel has drawbacks, especially when the glass must be produced by the 
float process. In this process, a ribbon of hot glass is conveyed along the surface of a 

10 bath of molten tin so that its faces are plane and parallel. In order to prevent the 
oxidation of the tin present on the surface of the bath, which would lead to tin oxide 
being entrained by the ribbon, a reducing atmosphere is maintained above the bath. 
When the glass contains nickel, the latter is partially reduced by this atmosphere, 
which gives rise to a haze in the glass produced. This element is also inconducive to 

15 obtaining a high selectivity value of the glass which contains it, since it does not 
absorb light in the infrared range, resulting in a high TE value. In addition, nickel 
present in the glass can give rise to the formation of NiS. This sulfide exists in various 
crystalline forms which are stable in different temperature ranges, and the 
transformations of which, from one form to another, are damaging when the glass is 

20 reinforced by a thermal toughening treatment, as is the case in the automobile field 
and in the case of certain architectural applications (balconies, curtain walling, etc.). 
Consequently, the glass according to the invention contains no nickel. 

The effects of the various coloring agents individually envisioned for 
producing a glass are the following (according to "Le Verre \GlassY by H. Scholze, 

25 translated by J. Le Du, Institut du Verre [ Glass Institute, Paris): 

- cobalt: the Co"0 4 group produces an intense blue coloration whose 
dominant wavelength is virtually the opposite of that produced by the iron-selenium 
chromophore; 

- chromium: the presence of the Cr II, 0 6 group gives rise to absorption 
30 bands at 650 nm and a light green color. More extensive oxidation gives rise to the 



Ct^Oi group which creates a very intense absorption band at 365 nm and gives a 
yellow coloration; 

- cerium: the presence of cerium ions in the composition makes it 
possible to obtain a strong absorption in the ultraviolet range. Cerium oxide exists in 
two forms: Ce IV absorbs in the ultraviolet around 240 nm and Ce 111 absorbs in the 
ultraviolet around 314 nm; 

- selenium: the Se 4+ cation has virtually no coloring effect, whereas the 
uncharged element SeO gives a pink coloration. The Se 2 " anion forms a chromophore 
with the ferric ions present and consequently gives the glass a red-brown color; 

-vanadium: for increasing contents of alkali metal oxides, the color 
changes from green to colorless, this being caused by the oxidation of the V m 0 6 group 
into V v 0 4 ; 

- manganese: appears in the glass in the form of Mn"0 6 which is 
virtually colorless. Glasses rich in alkali metals have, however, a violet color because 
of the Mn m 0 6 group; 

- titanium: the Ti0 2 in the glasses gives them a yellow coloration. For 
large amounts it is possible to obtain, by reduction, the Ti m 0 6 group which colors in 
the violet or even brown. 

The thermal and optical properties of a glass containing several coloring 
agents are therefore the result of a complex interaction between them. In fact, the 
behavior of these coloring agents depends greatly on their redox state and therefore 
on the presence of other elements liable to influence this state. 

Preferably, the glass according to the invention has a selectivity (SE4) 
of greater than 1.6. It is particularly remarkable to obtain a glass presenting such a 
high selectivity although it has a low upper limit of the FeO content by weight. 

A glass according to the invention may comprise the following 
percentages by weight of coloring agents, the total amount of iron being expressed in 
the form of Fe 2 0 3 : 

Fe 2 0 3 1.2 to 1.6% 

FeO 0.34 to 0.50% 
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Co 0.0030 to 0.0100% 

Cr 2 0 3 0 to 0.0200% 

V 2 0 5 0 to 0.0500% 

Se 0 to 0.0020% 

5 Ce0 2 0 to 0.5% 

Ti0 2 0 to 1.5%. 

The elements cerium and vanadium are both favorable to obtaining the 
low ultraviolet and infrared transmission value of the glass according to the invention. 
As to the use of chromium and cerium, this is not unfavorable to the preservation of 
10 the refractory walls of the glassmaking furnace with respect to which these elements 
present no risk of corrosion. 

However, the number of colorants present in such a glass is preferably 
limited so as to make it easier to produce it. In particular, it may be advantageous to 
avoid the use of selenium, which is expensive and is inefficiently incorporated into the 
15 glass. 

Consequently, this glass may preferably comprise the following 
percentages by weight of coloring agents, the total amount of iron being expressed in 
the form of Fe 2 0 3 : 

Fe 2 0 3 1.2 to 1.5% 

20 FeO 0.34 to 0.45% 

Co 0.0030 to 0.0100% 

Cr 2 O s 0 to 0.0150% 

V 2 0 5 0 to 0.0400%. 

The following optical properties are associated with these compositions: 
25 35% < TLA4 < 45% 

20% < TE4 < 30% 
TUV4 < 9% 
A, D > 483 nm 
P > 12%. 
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The light transmission range thus defined makes the glass according to 
the invention particularly useful for avoiding the dazzling effect produced by the light 
from automobile headlights when it is used for the rear side windows or as the rear 
window of vehicles. As for the corresponding energy transmission range this gives the 
5 glass its high selectivity. 

A glass which has the above optical properties is particularly 
appropriate as a rear side window and a rear window of automotive vehicles. 

Another glass according to the invention can comprise the following 
percentages by weight of coloring agents, the total amount of iron being expressed in 
10 the form of Fe 2 0 3 : 

Fe 2 0 3 1.3 to 1.8% 

FeO 0.30 to 0.50% 

Co 0.0160 to 0.0270% 

Cr 2 0 3 0 to 0.0200% 

i 5 V 2 0 5 0 to 0.0500% 

Se 0 to 0.0040% 

Ce0 2 0 to 0.5% 

The following optical properties are associated with these composition 

ranges: 

20 16% < TLA4 < 24% 

12% < TE4 < 18% 
TUV4 < 5% 
476 nm < X D < 483 nm 
P > 18%. 

25 Such glasses are particularly suitable for the production of sunroofs of 

automotive vehicles. 

The glass according to the invention may be coated with a layer of 
metal oxides which reduce its heating by solar radiation and consequently that of the 
passenger compartment of a vehicle using such a glass as glazing. 
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The glasses according to the present invention may be manufactured 
by conventional processes. In terms of batch materials, it is possible to use natural 
materials, recycled glass, scoria or a combination of these materials. The colorants are 
not necessarily added in the form indicated, but this manner of giving the amounts of 
5 coloring agents added, in equivalents in the forms indicated, corresponds to standard 
practice. In practice, the iron is added in the form of red iron oxide, the cobalt is 
added in the form of hydrated sulfate, such as CoS0 4 -7H 2 0 or CoS0 4 -6H 2 0, and the 
chromium is added in the form of dichromate, such as K 2 Cr 2 0 7 . The cerium is 
introduced in the form of oxide or carbonate. As regards vanadium, it is introduced in 
10 the form of oxide or sodium vanadate. The selenium, when present, is added in 
elemental form or in the form of selenite, such as Na 2 Se0 3 or ZnSeO s . 

Other elements are sometimes present as impurities in the batch 
materials used for manufacturing the glass according to the invention whether in the 
natural materials, in the recycled glass or in the scoria, but when these impurities do 
15 not give the glass properties which lie outside the limits defined above, these glasses 
are regarded as being in accordance with the present invention. The present 
invention will be illustrated by the following specific examples of optical properties 
and compositions. 

20 EXAMPLES 1 to 88 

Table I gives, by way of non-limiting indication, the base composition 
of the glass and the constituents of the glass batch to be melted in order to produce 
the glasses according to the invention. Tables Ha, lib, lie and lid give the optical 
25 properties and the proportions by weight of the coloring agents of a glass containing 
respectively selenium, cerium, titanium or none of these elements among its coloring 
agents. These proportions are determined by X-ray fluorescence of the glass and are 
converted into the molecular species indicated. 

The glass mixture may, if necessary, contain a reducing agent, such as 
30 coke, graphite or slag, or an oxidizing agent, such as nitrate. In this case, the 
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proportions of the other materials are adapted so that the composition of the gl 
remains unchanged. 

TABLE I 



Composition of the base glass 


Constituents of the base glass 
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MgO 


4.2% 


Dolomite 


167.7 


Na 2 0 


14.1% 


Na 2 CO s 


189.4 


KP 


0.1% 


Sulfate 
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S0 3 


0.05 to 0.45% 
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CLAIMS 

1 . A colored soda-lime glass of blue hue composed of glass-forming 
main constituents, comprising more than 2% of magnesium oxide and coloring 
agents, characterized in that it contains more than 1.1 wt% Fe 2 0 3 , less than 0.53 wt% 
FeO and less than 0.13 wt% manganese oxide, has a light transmission (TLA4) of 
5 between 15% and 70% and a selectivity (SE4) of greater than 1.2 and has a 
dominant wavelength {X D ) and an excitation purity (P) such that they lie in a CIE 
1931 chromaticity plot within a triangle whose apices are defined by the point 
representing the illuminant C source and the points whose coordinates (X D , P) are 
(490,19) and (476,49), respectively. 
io 2. The colored glass according to claim 1, characterized in that it 

has a dominant wavelength of less than 489 nm and/or a purity (P) of greater than 
12%. 

3. The colored glass according to any of claims 1 and 2, 
characterized in that it has a TUV4 of less than 10%. 
15 4. The colored glass according to any of claims 1 to 3, characterized 

in that it has a redox value of less than 41%. 

5. The colored glass according to any of claims 1 to 4, characterized 
in that it comprises, as coloring agents, at least one of the elements Cr, Co, Se, Ce, V, 
Ti. 

20 6. The colored glass according to any of claims 1 to 5, characterized 

in that it has a dominant wavelength [X 0 ) and an excitation purity (P) such that they 
lie in a CIE 1931 chromaticity plot within a triangle whose apices are defined by the 
point representing the illuminant C source and the points whose coordinates (A, D , P) 
are (490,19) and (480,38), respectively. 

25 7. The colored glass according to any of claims 1 to 6, characterized 

in that it has a selectivity (SE4) of greater than 1.6. 

8. The colored glass according to any of claims 1 to 7, characterized 
in that it comprises the following percentages by weight of coloring agents, the total 
amount of iron being expressed in the form of Fe 2 0 3 : 
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Fe 2 0 3 


1 Oi ft 1 £07 
l.Z tO l.O /o 


FeO 


U.OH: TO U.OU /O 


Co 


U.UUOU LO U.VJ1UVJ /o 


Cr 2 0 3 


0 to 0.0200% 


v 2 o 5 


0 to 0.0500% 


Se 


0 to 0.0020% 


Ce0 2 


0 to 0.5% 


TiQ 2 


Oto 1.5%. 



9. The colored glass according to claim 8, characterized in that it 
10 comprises the following percentages by weight of coloring agents, the total amount of 

iron being expressed in the form of Fe 2 0 3 : 

Fe 2 0 3 1.2 to 1.5% 

FeO 0.34 to 0.45% 

Co 0.0030 to 0.0100% 

i 5 Cr 2 O s 0 to 0.0150% 

V 2 0 5 0 to 0.0400%. 

10. The colored glass according to any of claims 8 and 9, 
characterized in that it has the following optical properties: 

35% < TLA4 < 45% 
20 20% < TE4 < 30% 

TUV4 < 9% 
X D > 483 nm 
P > 12%. 

11. The colored glass according to any of claims 1 to 5, characterized 
25 in that it comprises the following percentages by weight of coloring agents, the total 

amount of iron being expressed in the form of Fe 2 0 3 : 
Fe 2 O s 1.3 to 1.8% 

FeO 0.30 to 0.50% 

Co 0.0160 to 0.0270% 

30 Cr 2 0 3 0 to 0.0200% 
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V 2 O s 0 to 0.0500% 

Se 0 to 0.0040% 

Ce0 2 0 to 0.5%. 

12. The colored glass according to claim 11, characterized in that it 
5 has the following optical properties: 

16% < TLA4 < 24% 
12% < TE4 < 18% 
TUV4 < 5% 
476 nm < X D < 483 nm 
L0 P > 18%. 

13. The colored glass according to any of claims 1 to 12, 
characterized in that it forms a window for an automobile. 
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ABSTRACT 



Soda-lime glass of blue hue 



The invention relates to a coloured soda-lime glass of blue hue, containing 
more than 2 wt.% of MgO, more than 1.1 wt.% of Fe 2 0 3 , less than 0.53 wt.% of FeO and 
less than 0.13 wt. % of Mn0 2 , and presenting under Illuminant A and for a glass thickness of 
4 mm, a transmission factor (TLA4) higher than 15%, a selectivity (SE4) higher than 1.2 and 
a dominant wavelength (X D ) and a purity of excitation (P) such that they are located in the 
CIE chromaticity co-ordinate diagram inside a triangle whereof the apices are defined by the 
point representing the illuminant source C and the points whereof the co-ordinates (k D , P) 
are (490,19) and (476,49) respectively. Said glass is particularly suitable for motor vehicle 
side windows, rear windows and sun roof. 
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